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PEStRAc? 


The influence of an acceleration field on the combustion 
rate of a composite solid propellant when directed normally 
and into the burning surface was recorded by high speed 
cinematography. 

One-half to one-inch long propellant strands with 1/4-in 
by 1/4-in cross sections were burned and photographed at 
pressures of 200 psi and 500 psi while subjected to normal 
acceleration fields of 0 g and 75 g. 

Aluminized propellants were primarily utilized in this 
investigation; however, the experimental apparatus and the 
techniques used proved suitable for general propellant 
Studies. 

Propellants burning in acceleration fields of O g and 
75 g were successfully filmed at frame rates of 4500 pic- 
tures per second. The designed magnification factor and 
the quality of the motion pictures produced provided an 
optical definition of particle sizes to 100 microns. 

This film resolution allowed an optical analysis of the 


acceleration effects Omppropell@nt bum@ning rates. 
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itl NTRODUCTION 


A composite solid propellant subjected to an accelera- 
tion field normal and into the burning surface experiences 
a change in the burning rate observed under unaccelerated 
Senditions [., 2 3 | 

Past ee sin ee (jet have shown that for both 
metallized and nonmetallized propellants the augmented 
burning rate: 

(a) decreaseswith increasing base burning rate. 

(b) increases with acceleration directed normally and 

into the burning surface. 
An increase in the burning rate augmentation as pressure 
is increased has also been observed for the propellants 
in these investigations, but it is not a universal trend. 

In addition, for the metallized propellants, the aug- 
mented burning rate has been observed to: 

(a) increase with increasing aluminum particle size 

De) 

(b) decrease as the ammonium perchlorate crystal 

size is reduced. 

The results of these past investigations show that the 
burning rate of both metallized and nonmetallized pro- 
pellants are acceleration sensitive. 

The primary objective of this experimental investi- 


gation was to cinematographically record and observe the 


burning surface of metallized and nonmetallized propellants 
subjected to an acceleration force directed normally and in- 


to the burning surface. 


ieee ERIMENTAL APPEAR RAs 


The Seen used in this investigation, shown in 
Figure 1, was located at the Naval Postgraduate School's 
Rocket LabGieatory. 

The centrifuge is electrically driven by a one-hp motor 
through a variable speed hydraulic transmission, producing 
a maximum of 800 g at 1800 RPM. For purposes of this in- 
vestigation the table speed was set at 475 RPM, which 
generated a normal acceleration field of 75 g. A slip 
ring assembly consisting of 4 pairs of 5 amp and 4 pairs 
of .5 amp leads was installed in the centrifuge shaft pro- 
viding electrical power at the rotating table surface. 

The Centrifuge table, shown in Figure 2, supports the 
following major components of the experimental equipment. 
Combustion Bomb 

The combustion bomb, shown in Figure 3, was constructed 
from 2024T351 aluminum to withstand an internal pressure 
of 2000 psi. Three plexiglass windows are installed in the 
combustion bomb. Two windows, located diametrically op- 
posite, are separately utilized for cinematographic 


al; 
All major components of the system were designed by in- 
vestigators at the United Technology Center 3 | 


LO 


Observation of the propellant strand. A General sbiectric 
Marc 300/16 projection lamp, and a solenoid operated lamp 
shutter are mounted above the third window to illuminate 
the propellant strand during filming. A similar bomb in- 
stalled directly opposite the combustion bomb was connect- 
ed by 3/8-in stainless steel tubing, and acted as a pressure 
weerast and Counterbpalarnice. 

A Continental Screw Type blowout disc assembly was in- 
stalled in each bomb. A pressure transducer was mounted 
on the main combustion bomb. 
E@eeocUrizaeron and Purge System 

Nitrogen was supplied from four high pressure lecture 
bottles to pressurize and purge the combustion bomb. A 
zero to 2500 psi pressure regulator was installed in the 
system to maintain a pre-selected bomb pressure. A high 
pressure solenoid valve was mounted upstream from the 
Peessure relic o. . 
Photographic-Optie System 

Two mirrors and a Pentax Auto-Takumar 3:5, 135 mm lens, 
were used to project the propellant strand image to a Hycam, 
model K1001, 16 mm high speed motion picture camera mounted 
in a stationary position above the rotating table, as shown 
in Figures 2 and 4. The Hycam, model K1001, has a frame 
rate capability from 100 to 8500 pictures per second and 
is controlled by the input voltage. The additional illumi- 
nation necessary to photograph at high frame rates was 


Supplied by a General Electric Marc 300/16 projection 
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lamp mounted in a dichoric reflector. An infrared filtem@was 
located between the lamp and the illumination window to fil- 
ter out all but the visible light spectrum. A solenoid@egpe.— 
ated shutter was also installed over the illumination window. 
The shutter was opened just prior to ignition to preven Giean.= 
advertent propellant ignition or excessive heating by the 
lamp radiation. The Hycam camera was used with an extension 
tube adapted to a 50 mm lens which provided approximately a 
1. 5° Magnet 1 Catlon actor: 
Electrical Systems 

The Control Panel was designed to allow remote control 
of all system components. The lamp > Shutter. and pina 
events were manually programmed and initiated. The order 
of the sequence, ignition camera or camera ignition, could 
be pre-selected. An Agastat pneumatic adjustable time de- 
lay relay was installed between the ignition and camera 
circuits. Selection of the first event automatically 
initiated the second. A Delco 12 V DC reversible motor 
with an internal brake was used to provide remote control 
for the variable speed hydraulic transmission. An RPM 
gauge was mounted on the control panel, recording twice 
fceroeee iM 
Photographic Materials 

The Hycam, model K1001, camera utilizes 100 foetlco ie 
of 16 mm film. Kodak Ektachrome EF 7241 Daylight film with 
an exposure rating of 160 was used for sad leacadoreemmens 


tography. This is a high speed color reversal film for use 
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under low level illumination or for high speed photography. 
The developediilmis suitable for direct projection with the 
Sapability of collor print reproduction. 

Black and white results were obtained with use of Kodak 
Double X DXN 449 Negative film with an exposure rating of 
250. Standard black and white photographs can be developed 
directly from this film. 

Standard commercial techniques were employed for de- 


veloping and printing all films. 


Pi eee IMENTAL sPROCEDURES 


Propellant strands used in this experiment were pre- 
pared one-quarter inch by one-quarter inch in cross section 
and cut in one-half and one-inch lengths. A solution of 
methylmethacrylate and acetone, and a kerpco heat resis- 
tant spray paint were employed separately as inhibitors 
and were applied to all surfaces of the propellant strand 
except the normal burning surface. 

The propellant sample was then bonded with cement to 
an aluminum pedestal and mounted in the end cap of the com- 
bUSklon Dembp= as chown in Figure’ 5. An ignitor, consisting 
of a composition of black powder and cement, was applied to 
the propellant ignition surface. Burning was initiated by 
use of a nichrome resistance ignition wire placed in con- 
tae ween the ignitor. 

Both the combustion bomb and ballast bomb were equipped 
with a blowout disc assembly. The burst-dise installed in 


the ballast bomb was designed to rupture at 461 psi. 
ins 


The combustion and ballast bombs were initially pressur- 
ized to 370 psi to prevent a rapid nitrogen depletion in the 
nitrogen supply bottles once the purge sequence was activated. 

The burst-dise located in the combustion bomb was de- 
signed to rupture at 760 psi and functioned only as a safety 
valve to prevent overpressurization of the bomb. An orifice 
installed upstream from the disc assembly in the ballast 
bomb regulated the nitrogen flow volume once the disc had 
DiiteS ike 

The output of a pressure transducer mounted on thew@@ems 
bustion bomb was connected to a Visacorder oscillograph 
giving a time history of the bomb pressure. 

Once the entire system had been pressurized to 370 psi, 
a solenoid operated high pressure valve was closed. This 
1solated all components from the nitrogen supply bottles. 
These high pressure bottles were then charged to a pressure 
of 1800 psi. The supply bottles are capable of providing 
a constant combustion bomb pressure of 500 psi for 5.85 
seconds. A pressure of 500 psi was maintained in the com- 
bustion bomb during burning. This pressure was controlled 
by a dome-loaded high pressure regulator mounted on the 
rotating table surface as shown in Figure 2. The dome 
assembly was initially charged with nitrogen to 500 psi. 

The pressune regulator then reduced the 1800 psi supply “ms 


provide a constant outlet pressure of 500 psi to the vented 


Gembus tLOmebomb . 
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This nitrogen flow pressurized the combustion bomb to the 
desired level and provided a system purge. The purge flow 
rate past the propellant sample in the bomb was approximately 
2 ft/sec. The main purpose of this nitrogen flow rate was to 
prevent smoke accumulation in the optical path. This flow 
also assisted in inhibiting erosive burning on the propellant 
Sides. 

Camera shutter speeds approaching the maximum for a given 
light intensity were attempted. The camera framing rate was 
directly controlled by the input AC voltage. The camera was 
equipped with a standard 1/2.5 shutter? which produced a 
shutter speed per frame equal to 1/2.5 times 1/frame rate. 

The light intensity produced from the propellant burning 
surface and projection lamp determined the maximum frame 
rate used for each propellant investigated. For the non- 
aluminized propellant, the aperture was initially set fully 
open. 

Suitable aperture settings for the aluminized propel- 
lant which burned with a greater light intensity were de- 
termined from experiment. 

A timing light was mounted in the camera optical head 
assembly which could be used to produce a mark on the film 


every 1/120 of a second when powered by standard 110V AC 


“, 


1 The Hycam camera uses a selectable rotary shutter to 
provide a variable range of shutter speeds for a given 
camera framing rate. 
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power. This provided a method for calculating the actual 
frame rate at each individual frame during analysis. 

Experimental runs were conducted under two acceleration 
conditions, 0 g and 75 g. For all runs at 75 g the rotate 
table was first accelerated to the desired RPM. 

The projection lamp, if required, was turned on and given 
45 seconds to obtain maximum intensity. The purge sequence 
was then initiated by opening the high pressure valve and 
supplying the 1800 psi nitrogen to the regulator. The reg- 
ulator in turn provided a 500 psi outlet pressure which 
initially builds the pressure in the combustion and ballast 
bomb from 360 psi to the burst disc pressure of 461 psi. 
Following disc rupture the pressure continues to rise during 
venting to 500 psi and remains constant until nitrogen de- 
pletion occurs. The pressure build-up (measured on the 
Visacorder) occured within 0.15 sec. Immediately following 
the burst-dise rupture, the lamp shutter was opened and a¢e= 
nition initiated. The augmented burning rates for the pro- 
pellants investigated were used in estimating the total 
strand burning times [ 4 | . 

sample strands of propellant were mounted on the end 
cap and lgnited openly to determine the delay in ignition. 
In alitests propellant lgnition occured within Oooo 

The filming time available at the particular camera 
speed selected was used to determine the necessary time 
delay in camera actuation. This allowed f a dinates setae 


burning propellant at a fixed focal field centered 0.15 in 


aS) 


from the bottom of the strand, while the camera was operating 
at full speed. This computed delay time was then set on an 
adjustable time-delay relay which automatically initiated the 
camera following ignition. 

Camera filming times for 100 foot rolls varied from 0.74 
sec at 8000 pictures per sec to 4.7 sec at 1000 pictures per 


SiS in 


i eee ROPELLANTS 


The composition of the propellants used in this investi- 
gation and the designations given to them are summarized in 
Table Il. All propellants used were fabricated at the Naval 
Weapons Center, China Lake. The American Potash and Chemi- 
cal Corporation was the supplier for all ammonium perchlo- 
rate used. The aluminum in the metallized propellants N6 


and N7 was type H-30, and passed a tyler #325 mesh. 
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General 

The propellants and experimental conditions for all 
runs are summarized in Table II. The experimental con- 
ditions are classified in two general categories; the 
initial investigation at a pressure of 500 psi, anda 
second series of tests conducted at 200 psi. 
Series l 

The camera field of view with the one-inch long strand 


mounted on the end cap was set to cover the bottom 0.69 


dE? 


inches of the propellant strand, with the critical focal 
point situated 0.15 inches from the bottom and 0.07 inches 
in from the corner, as shown in Figure 6. Although the 
propellant was within the camera field of view during 65% 
of burning it was in sharp focus only during its transit 
through the position 0.15 inches above its base. With 

the camera mounted in a stalonary position above the ro- 
tating table, the image of the propellant produced on the 
film rotated. Every effort was expended in the optical 
alignment to insure that the focal point was the center of 
rotation. Any deviation from this arrangement produced an 
eccentric motion on the film and moved the focal point 
slightly in and out of center view and focus. The magni- 
fication factor for the first series of runs was approxi- 
Wiel SEV eMOe Sale 

The camera framing rate for the first run was set at 
2000 pictures per second (pps), with the lens fully @pemee 
at an aperture setting of 1.9 (fi... 9), tovexpérimenge eee 
determine the correct aperture stop for filming propeliliamme 
N1 at 1/5000 sec shutter speed. The propellant was Gm 
1 inch in length and inhibited on all sides with three 
coats of Kerpco high temperature paint. 

Camera sequencing was set with a one-second delay, which 
afforded the propellant enough time to burn into the field 
of view and the camera to accelerate to full framing speed. 
As the propellant burned through the critical focal area, 


-15 inches from the base, the camera was Operating at wae 


Pull. iramnrne= ra ce . 
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The results of Run 1 established an initial criterion for 
Dmine speed andwaperture stop for the Nl propellant. It 
was determined that enough light was available to successful- 
ly film the burning surface at camera framing rates approach- 
mie S000 pps. The paint inhibitor used was found to be un- 
e@ecpidblewdue Go avydelayed separation of the residue, which 
masked viewing the propellant burning edge. Focus was found 
tombe extremely critical and restrictive within the field of 
view, as had been anticipated. 

Propellant N6 was burned on the second run with the 
camera set for a framing rate of 4000 pps at £8.00. An in- 
crease in the light intensity produced on the propellant 
burning surface due to aluminum content allowed a higher 
frame rate and aperture stop. The results of these first 
mvommuns established theseapability of filming at framing 
rates approaching 6000 pps for both the aluminized and 
non-aluminized propellant. 

On runs number 3 through 8, propellants N2 and N7 were 
photographed at a framing rate of 3000 pps. Film of the 
Nl propellant burning at zero g indicated that the ammonium 
perchlorate (AP) crystal size of 9 microns was too small 
to allow significant optical evaluation. The 90 micron AP 
erystal size of propellants N2 and N7 provided a greater 
probability of detailed surface observation. 

The results of the first series of runs were evaluated 
primarily on the procedural techniques and cinematographic 


quality. The films produced from this first series of runs 


IES 


indicated the necessity for a framing rate greater than 3000 
pps. Burning particles on the propellant surface were moving 
too rapidly to achieve an adequate focus and definition. 
Movement of the flame pattern on adjacent frames was also 
erratic and poorly defined. 

Focusing at a predetermined point on the propellant was 
found to be severely critical. Although a great portion of 
the propellant sample was within the field of view through- 
out the filming process, the camera was in critical focus 
at one location, the center of image rotation. Pre-focus- 
ing on this point was accomplished using a dummy propellant 
with a point target measuring 0.005 in. 

There was some eccentric motion involved with the ro- 
tation of the image, which resulted in the target area 
passing slightly in and out of focus. Efforts to alig@ Gale 
optical equipment to insure centered rotation were difficult 
and time consuming, due to the restricted field of viewers 
sociated with extension-tube magnification. 

The flame pattern at a pressure of 500 psi was extreme- 
ly dense for both propellants. This flame masked the pro- 
pellant burning surface and prohibited any surface particle 
observation, except at the extreme edges of the prope faim 
The burning pressure was consequently reduced to 200 psi in 


an attempt to overcome this restriction. 


The camera being stationary above the rotating table 
causes apparent image rotation on the film. 
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Dieeetewtareaal tests, Magnification was considered ade- 
quate for an overall observation; however, for the purpose 
of observing individual particle burning, an increase in 
magnification was required. 

Subsequent to this first set of runs the propellant over- 
all length dimension was changed to 0.50 inches to facili- 
tate the sequence timing, and to provide a higher probabil- 
ity of filming success in the event of erratic or erosive 
burning. 

Series II 

For the second series of runs, pressure in the combus- 
tion bomb was reduced from 500 psi to 200 psi. The magni- 
fication factor was increased to 1.5 by increasing the 
length of the extension tube an additional 1 and 5/8 in. 
This increase in magnification reduced the camera field 
of view to an area 0.28 inches by 0.23 inches centered at 
apeetnt ©.15 in from the base of the propellant. The 
slight eccentric rotation encountered in the first series 
of runs was eliminated, which gave a pure rotation about 
Ee ee@al Woint. 

Focusing ability was greatly improved through the use 
of a ground glass focusing gate and 5-power eye piece. 

The focus point, as shown in Figure 6, remained the same 
on both series of runs. 

The camera framing rate was increased to 4500 pps, which 
approached the maximum attainable, even though higher camera 


framing rates are advertised. Severe film damage resulted 


PAR 


in attempts to achieve higher frame rates. Runs number 11 
through 14 were conducted with propellant N7 under conditions 
shown in Table II. The films produced the desired focal 
acuity necessary for adequately observing the burning sur- 
face in detail. 

Focus, although pre-set at a point within the propellant, 
as shown in Figure 6, was acute throughout the first one- 
quarter of the burning surface. This provided an enlarged 
area Within which the burning phenomena could be adequately 
observed. The 4500 pps framing rate reduced particle veloc- 
ity substantially, permitting a frame analysis of the in- 


dividual burning particles. 


Ve CO erATOChwer anh ANALYole 


The high speed color film produced in this experimen- 
tal investigation was examined with a Kodak Analyst Model 
BP-16AR stop-action projector. 

The primary objective of this investigation was to Ob- 
tain the capability of viewing the propellant surface, in 
order to observe the influence that an accelenation Giemd 
produced on propellant combustion. 

The remarks that follow in the remainder of this sege 
tlon were derived from the general and detailed obser- 
vations of all film produced. 

ReopedlantuN 7 at. Ong 

The aluminum particles were observed to ignite on the 

burning surface. Rapidly thereafter the burning particles 


ae 


were ejected from the propellant surface. The burning par- 
ticles assumed a spherical shape while on the surface and 
continued to burn in the flame after leaving the surface. 
Biesprimarystorce exerted on the burning particle is the drag 
force experienced in the gaseous stream. The burning alum- 
inum Sener nee © did not noticably coalesce on the surface but 
appeared instead to be single particles undergoing ignition 
and combustion. The particle sizes were uniform and left 

the surface immediately after ignition. There appeared to 

be no agglomeration of ejected aluminum particles once they 
entered the gaseous stream. 

| Figure 7 is a frame series photograph, taken at 0 g, of 
the aluminum particies leaving the propellant surface. The 
two large particles approximately 200 microns in diameter 
were observed leaving the surface in close proximity. The 
Sizes of the remaining particles in this sequence are rep- 
resentative of the O g burning observations. 

The sequence of frames in Figure 7 shows that the two 
larger particles do not coalesce. The aluminum particles 
were ejected off the burning surface soon after ignition. 
The 4500 pps framing rate was inadequate in producing a 
clear photograph of the mean size particles, indicating a 
relatively high velocity. The larger particles in Figure 
7 moved with a lower velocity and are more clearly defined. 
A detailed examination of the movie film showed that the 
propellant burning surface was uniformly receding and only 
slightly irregular in the vicinity of an ejected aluminum 


particle. 
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The same N7 propellant, burned under conditions of 75 g 
and 200 psi, produced a notable change in the burning mecha- 
nism both on and off the propellant surface. Figure 8 clear- 
ly shows an aluminum particle initially igniting while within 
the relatively dark propellant surface. In the remaining 
two frames the particle begins to burn with a brighter in- 
tensity and leaves the surface. The larger the aluminum 
particle appeared, the longer it remained on the surface. 
Figure 9 presents two separate frame sequences which show 
the agglomeration observed on the surface during acceler- 
ation runs. The frame sequence for the left photograph is 
from top to bottom. The two aluminum particles located on 
the right hand corner coalesce in the last frame. 

The photograph on the right is a similar example of 
agglomeration. The sequence of frames for this photograph 
is Srom=bottom bo top. 

In the first frame two large brightly burning partic 
are coalescing while two smaller ones on each side have 
just ignited on the surface. The smaller particles only 
appear to grow in size as the burning becomes brighter. 

As the frame sequence continues, the two adjacent pan ene 
coalesce with the larger particle. In both series of frame 


Sequences the particles do not leave the burning surface. 


d\ 


The film strip was oriented with the propellant surface 
on the bottom for ease of photographic interpretation. 
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At this point in the burning sequence the acceleration force 
must be greater than the drag forces exerted on the spheri- 
cal bodies. The force driving the particles (situated in 
close proximity) together may be the result of a pressure 
imbalance created on these spherical bodies in a velocity 
field. One other noticable observation is the resulting 
pit formation as the particle continues to burn on the sur- 
face. The aluminum particle agglomeration is again shown 
in Figure M0). 2 The left sequence of frames shows two larger 
agglomerates on the propellant surface coalescing to one. 
The right sequence involves three larger aluminum par- 
ticles which can be observed joining to one while still on 
the surface. Print 2 in the right series of Figure 10 
allows a reasonable observation of the surface texture. 
The luminosity of the burning particles permits observation 
of the pit formation on the surface. In this instance the 
pits appear to be of the same magnitude as the burning par- 
ticles. 
This traverse motion and agglomeration of the aluminum 
particles on the propellant surface was observed on all 


acceleration runs. If the agglomerate grew by coalescence 


faster than combustion decreased its size, the particle 


Photographs in Figure 10 were obtained by photographing 
the 16 mm projected image with a 35 mm camera, developing 
and enlarging. Prints in Figure 9 were obtained by pro- 
ducing a contact negative and then contact printing the 
negative. Both procedures appear adequate; however, the 
latter is preferred. 


ae 


wemained jon the surface.weFigure lleis anecxanp]leseot ese ame 
masSive agglomeration which formed. Two large particles on 
the order of 3000 microns can be seen in the photograph. In 
both instances large pit formation has accompanied the ag- 
glomeration. In many instances on the film, the particle 
pit formation was so severe the burning particle disappeared 
from view. The pit formed by the burning agglomerate helped 
sustain its existence on the surface. New aluminum particles 
which appeared and ignited on the walls of the formed pit 
were forced towards the bottom by the acceleration vector, 
where the smaller particles coalesced and continued to burn 
with the larger agglomerate. 

In a few observed cases of pit formation near the pro- 
pellant edge, the larger particleweventually bumned thmomen 
the side and spilled into the purging nitrogen flow. The 
acceleration force then propelled the particle upstream. 
Aluminum particles» inigiallyeignistingeon this spidiway were 
immediately forced off the surface by the acceleration. 

Referen@e 3 reportedesimmlar ecewmrences ,wandi defamed 
the amount and degree of agglomeration in stages. Stage 
one agglomeration occurs soon after ignition, with the deme 


mation of a large number of smaller coalesced aluminum 


particles. Stage two is reached when these particles be- 
gingto form distinet pits on the burning sutface. 1c. ia 
pits increase in diameter they eventually merge. Stage 


three agglomeration occurs when the large globule can no 


longer maintain its spherical shape. Stages four and five 
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are reached as this globule becomes increasingly oblate, 
eventually covering the entire surface with AL/AL, 0, Slag. 
Figure 11 is an example of stage two pit formation. The 
aluminum slag particle basically retains a spherical shape 
and continues to burn in a stable manner within the formed 
pit. In the film, from which this frame was taken, the pit 
growth proceeded to stage three. The spherical shape became 
unstable, periodically distorting, and moved about in the 
pit. Further transformation to defined stages four and five 
where the aluminum slag begins to cover the entire surface 
was not observed. This phenomenon would be difficult to ob- 
serve because of the initial restrictive surface area of the 
propellant strand and the degree of aluminum slag spillage 
observed in earlier stages. 

The irregular shape of the propellant in Figure 10 is 
attributed to nonuniform ignition. Although there is the 
appearance of a residue breaking primarily from the pro- 
pellet sidess this is most likely the propellant binder 
which has been consumed at a slower rate than the ammonium 


perchlorate crystals. 


Vr «—CONeEUSLONS 


The primary cause of the burning rate augmentation ex- 
perienced with an aluminized propellant, in an acceleration 
Mieicdmdirected normally and into the burning surface, is 


the aluminum agglomeration. 


Jil 


The greatest change observed in the filme taken at U g 
and 75 g was the increased aluminum particle size and agglom- 
eration which occurred at the higher acceleration level. The 
aluminum agglomeration appears to be a function of the accel- 
eration level, the aluminum particle size cast in the pro- 
pellant, and the burn time (strand length). 

The acceleration level of 75 g prevented the ignited 
aluminum particles from being immediately ejected from the 
burning surface. The aluminum particles burning on and in 
the proximity of the surface initially moved at random, 
probably as a result of pressure imbalances in the velocity 
field. These particles either burned until the acceleration 
and drag forces became equal, at which time they left the 
surface, or they collided with one another, effectively in- 
creasing the mass and size of the particle. As the burning 
progressed, smaller aluminum particles igniting on the sur- 
face were forced into coalescing with the larger particles. 
The larger particles held on the surface burned into the 
surface at a rate greater than the rate at which adjacent 
surface burned, forming a pit. This larger paticlerwer 
agglomerate, was continually fed by smaller particles both 
1gniting below it and emerging from the pit walls. Con- 
tinued burning resulted in greater pit depth and agplomemame 
Size. The sperical shape of the particle eventually started 
distorting as the external forces, acceleration and unbalanced 


pressure from the velocity field, overcame the surface tenevon 
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force. Depletion burn-out of the propellant occurred at this 
stage of agglomeration. 

i eos ening Mate Observed in the pits leads 
to the conclusion that the degree of augmentation is a func- 
tion of the pit density, which in turn is dependent upon the 
number and size of the agglomerates. This in turn is direct- 
ly related to the acceleration level and burn time. 

The propellant thickness, or strand length in this in- 
stance, is also important in considering the size and number 
of agglomerates formed. The 1/2-in length propellant strands 
used in this investigation only approached the stage 3 agglom- 
eration, as shown in Figure 11, when subjected to 75 g. It 
can be assumed that a higher acceleration level for the same 
1/2-in strand length, or a longer strand at 75 g, would pro- 
duce an agglomeration of stage 4 or higher. 

One factor not previously noted or mentioned in investi- 
gating this augmentation is the smaller aluminum agglome- 
rates which momentarily are suspended in the flame pattern 
off the surface until the drag force predominates. The 
nearness and density of these particles radiate an addition- 
al energy to the surface. This phenomenon is minor to the 


surface agglomeration, but noteworthy. 
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EAB IGE 


Composite Propellant Formulations 


Propellant SAP AP 
Weight peeze( A) 

N1 79 5) 

N2 pe 90 

N6 ey 9 

N 67 90 


*Polybutadiene-Acrylic 


eiAll 


%PBAN SAL AL 
Weight Weight Size(A) 
“Al 
ZA 
18 iS 4 
18 16 by 


Acid-Acrylonitrile 


TABLE II 


Experimental Run Conditions 


Run No. Propellant Acceleration Camera Speed Aperture 


Series I 500 psi One Inch Strand Length : 


is N1 Og 2000 1.9 
2 . N6 Os 4000 8.0 
3 8 N2 Og 3000 2.8 
ae N7 Og 3000 1630 
5 N2 75 g 3000 ys 
6 N7 0g 3000 8.0 
7 N2 Ve 3 3000 4.0 
g N7 75 ¢ 3000 5.6 
g _N7 0g 3000 5.6% 

10 N2_ 0g 3000 5.6% 


series II 200 psi One Half Inch Strand Length 


ie ey 75 g 4500 5.6 
12 N7 ° 75 g 4500 4.0 
13 N7 75 g 4500 4.0 
14 N7 0g uS00 4.0 


* Black and White Negative Film 
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“Figure 7. Aluminum Particle Ejection, 0O g 
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Figure 9. Aluminum Particle Agglomeration, 75 ¢ 
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